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(54) Sheet for protecting paint films of automobiles 

(57) A sheet for protecting paint films of automo- 
biles for adhering to the incompletely cured paint films 
of automobiles comprising two pack urethane paint, the 
sheet comprising a support and a pressure-sensitive 
adhesive layer formed thereon, wherein the sheet has a 
Young's modulus E of at least 75 N/mm 2 and a coeffi- 
cient of flexural stress k represented by the formula 
k = Eh 3 wherein h is a thickness of the support, of 
0.035 or less. The protective sheet can uniformly pro- 
tect the paint films and easily be peeled and removed 
therefrom without causing environmental problems and 
adhesive remaining of the pressure-sensitive adhesive 
layer. Even when the sheet is adhered to incompletely 
cured paint films of automobiles and they are allowed to 
stand for a long period of time under an outside high 
temperature in summer, the sheet does not cause the 
deformation of the paint film and the microdeformations 
by the deformation of the paint film at the edge portion 
of the pressure-sensitive adhesive layer. The protective 
sheet can be reserved in a roll state without causing the 
change of form by, for example, a telescope phenome- 
non. 
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Description 



FIELD OF THE INVENTION 



The present invention relates to a sheet for protecting paint films of automobiles, which is excellent in adhesive 
workability to curved surfaces, weather resistance, and peelability after adhering to the paint films for a long period of 
time, is difficult to deform paint films, can be applied to paint films in an incompletely cured state, and is suitable for the 
surface protection of bodies, parts, etc., of automobiles. 

BACKGROUND QF THE INVENTION 



Protective sheets which can be applied to paint films of automobiles, which are in an incompletely cured state have 
been requested. A protective sheet generally comprises a polymeric sheet having formed thereon a pressure-sensitive 
adhesive layer and aims at the prevention of paint films of automobiles and the parts thereof from being damaged, 
frosted, discolored, etc., by various floating matters and colliding matters, such as dirts, dusts, acid rain, pebbles, etc., 
when loading automobiles, the parts thereof, etc., just finished painting on trucks, ships, trains, etc., and transporting 
them remote places such as overseas, etc. Such a protective sheet has the advantages to overcome difficult points in 
a conventional system of covering a paint film having a thickness of from 5 to 20 |um comprising a wax paint, that uni- 
form protection with a uniform paint film is difficult, the paint film may easily be stained, the paint film is weak in the pro- 
tection function to colliding matters such as acid rain, pebbles, etc., a large labor is required for forming and removing 
the paint films, and also use of a solvent may cause environmental problems such as the waste liquid treatment, etc. 

In the above system, when a two-pack urethane paint is used, paint films for automobiles in a completely cured 
state can be formed by a heat-curing treatment and an aging treatment after painting. However, the aging treatment can 
be practiced during the transporting time to overseas, etc. Therefore, a method of shortening the aging treatment time 
after the heat-curing treatment, adhering a protective sheet to the paint film of the automobile in an incompletely cured 
state, transporting the automobile, and utilizing the transporting time for a part of the aging time for completely curing 
the paint film, whereby the efficiency of the supply of the parts or the automobiles is improved has come into wide use. 

However, in the conventional sheets for protecting paint films of automobiles, there is a problem that when the pro- 
tective sheet is applied to a soft paint film or a incompletely cured paint film and is allowed to stand for a long period of 
time under an outdoor high temperature in summer, etc., the paint film is deformed at the edge portions of the pressure- 
sensitive adhesive layer, for example, edges of entrapped air or sheet edges, and the deformed traces are clearly 
observed. 

When the thickness of the pressure-sensitive adhesive layer in the sheet for protecting paint films of automobiles 
is increased to protect the deformation of the paint film, a problem occurs that when the sheet is preserved in a roll 
state, the form of the roll is deformed by a telescope phenomenon, and in peeling the sheet from the paint film, adhesive 
remaining may occur at the edge portions of the pressure-sensitive adhesive layer. 

SUMMARY OF THE INVENTION 

An object of the present invention is to develop a sheet for protecting a paint film of automobiles, which is difficult 
to form microdeformations due to the deformation of a paint film even when the sheet is adhered to a paint film of auto- 
mobiles, the paint film comprising a two-pack urethane paint and being in an incompletely cured state, and is allowed 
to stand under an outdoor high temperature, etc., for a long period of time, and can be easily peeled from the paint film 
without adhesive remaining of the pressure-sensitive adhesive layer, while maintaining the advantages of the protective 
sheet described above. 

According to the present invention, there is provided a sheet for protecting a paint film of automobiles, for adhering 
to incompletely cured paint films of automobiles, the paint film comprising a two-pack urethane paint, which comprises 
a support having formed thereon a pressure-sensitive adhesive layer, wherein the sheet has a Young's modulus E of at 
least 75 N/mm 2 , and has a coefficient of flexural stress k represented by the formula k = Eh 3 wherein h is a thickness 
(mm) of the support, of 0.035 or less. 



DETAILED DESCRIPTION OF THE INVENTION 



The present invention is described in detail below. 

As described above, by forming the sheet having a low coefficient of flexural stress while satisfying the above- 
described Young's modulus, a sheet for protecting the paint films of automobiles can be obtained, which adheres with 
a good workability to incompletely cured soft paint films of automobiles comprising a two-pack urethane paint, is difficult 
to cause deformation of the paint film in the edge portions of the pressure-sensitive adhesive layer, such as edges of 
entrapped air or the sheet edges even when allowing to stand under ajp outdoor high temperature jn sur^meMor a long 
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period of time, is also difficult to give microdeformations to the paint film, can be easily peeled from the paint film without 
forming adhesive remaining of the pressure-sensitive adhesive layer, is excellent in the protection function to floating 
matters or colliding matters, such as acid rain, dusts, pebbles, etc., and keeps the advantage of the protective sheet 
system capable of simply and uniformly protecting the paint film and of being easily peeled and removed without induc- 
5 ing an environmental problem. Furthermore, the sheet for protecting the paint films of automobiles can be wound in a 
roll state which is difficult to cause the deformation of the form by. for example, a telescope phenomenon at the preser- 
vation of the roll. 

In the present invention, the Young s modulus of at least 75 N/mm 2 is for improving the adhering workability to and 
the peeling workability from the paint films of automobiles having many curved surface portions by the suppression of 

10 elongation, etc., and the details of the mechanism of obtaining the merits and effects by forming the sheet of the low 
coefficient of flexural stress while satisfying the Young's modulus have not yet been clarified. However, the inventors 
consider the mechanism as follows. 

That is, it is considered that since the occurrence of microdeformations due to the deformation of the paint film at 
the edge portions of the pressure-sensitive adhesive layer in applying the protective sheet to the incompletely cured soft 

75 coated film and allowing to stand them in the outdoors for a long period of time tends to be easily occurred as the paint 
film is softer, the microdeformation is caused by the occurrence of ununiform force by a very small deformation of the 
protective sheet caused by environmental changes such as a temperature, etc., during preserving for a long period of 
time, which causes ununiform stress in the paint film to cause the deformation of the paint film, which becomes the 
microdeformation. 

20 Accordingly, the above mechanism is a technical theme which cannot be dealt with the conventional planning con- 

ception of mainly considering the properties of the domain to which a large external force is applied, such as the 
improvement of the strength of a support, etc., simply paying attention to the adhering workability and the peeling work- 
ability. 

The sheet for protecting paint films of automobiles of the present invention comprises a support having formed ther- 
25 eon a pressure-sensitive adhesive layer, wherein the sheet has a Young's modulus E of at least 75 N/mm 2 and a coef- 
ficient of flexural stress represented by the formula k = Eh 3 wherein a thickness of the support is h mm, of 0.035 or less. 
The protective sheet of the present invention is for adhering to an incompletely cured paint film of automobiles, com- 
prising a two pack urethane paint. 

The support which can be used in the present invention is a polymer film compounded with an inorganic filler, and 
30 preferably a film comprising an olefinic polymer compounded with an inorganic filler. 

Examples of the olefinic polymer are polypropylene polymers such as the homopolymer, the block polymer or the 
random polymer; ethylene polymers such as low-density polyethylene, high-density polyethylene or linear low-density 
polyethylene; and ethylene-propylene copolymers. In forming the support, one or two or more kinds of the polymers can 
be used. 

35 Examples of the inorganic filler which can be compounded in the support are titanium oxide, calcium carbonate, 
magnesium oxide, and zinc oxide. The inorganic fillers may be used alone or as a mixture thereof. The amount of the 
organic filler compounded can be properly determined. In general, the compounding amount is from 5 to 20% by 
weight, and preferably from 8 to 15% by weight, based on the weight of the support, from the points of the hiding power 
of the paint film color and the film-forming property for the film. 

40 If required and necessary, the support may be compounded with appropriate additives such as a ultraviolet stabi- 
lizer, an antioxidant, etc. The compounding amounts of the ultraviolet stabilizer and the antioxidant are from 0.1 to 5% 
by weight, and preferably 0.1 to 3% by weight, based on the weight of the support, from the points of preventing the 
occurrence of deterioration of the support and the working environmental property by the scattering prevention of addi- 
tives at the film formation of the film. 

45 There are no particular restrictions on the ultraviolet stabilizer and the antioxidant, and conventional materials can 
appropriately be used. For example, examples of the ultraviolet stabilizer include benzotriazole ultraviolet stabilizers, 
hindered amine ultraviolet stabilizers, and benzoate ultraviolet stabilizers. 

More specifically, examples of the ultraviolet stabilizer are 2-(3-t-butyl-5-methyl-2-hydroxyphenyl)-5-chloro-benzot- 
riazole. 2-(3 ( 5-di-t-butyl-2-hydroxyphenyl)-5-chloro-benzotriezole, poly[{6-(1 . 1 ,3,3-tetramethylbutyl)amino-1 ,3,5-tri- 

so azine-2,4-diyl}{2,2,6,6-tetramethyl-4-piperidyl)imino}- hexamethylene{(2,2 t 6,6,-tetramethyl-4-piperidyl)imino}], 
dimethylsuccinate-1-(2-hydroxyethy0-4-hyd polycondensate, and 2,4-di-t-butylphe- 

nyl-3,5-t-butyl-4-hydroxybenzoate. 

The support can be obtained by molding the polymer compounded with an inorganic filler and other additives by an 
appropriate method such as an extrusion molding method by a T die, a casting method of a solution or a molten mixture 

55 liquid. 

The thickness of the support can be appropriately determined in the range that the Young's modulus of the sheet 
for protecting paint films of automobiles obtained is at least 75 N/mm 2 and the coefficient of flexural stress thereof is 
0.035 or less. That is, the sheet for protecting paint films of automobiles of the present invention has the Young's mod- 
ulus of at least 75 N/mm 2 , and the coefficient of flexural stress of 0.035 or less. The coefficient of flexural stress k is 
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defined by the following formula; 

k = Eh 3 

5 wherein E is a Young's modulus (N/mm 2 ), that is, the tensile elastic modulus of the entire sheet for protecting paint films 
of automobiles in a machine direction, and h is a thickness (mm) of the support. 

As described above, it is considered that the occurrence of microdeformations by the deformation of the paint film 
is caused by the deformation of the protective sheet by the change of environment. Accordingly, for the incompletely 
cured soft paint film, it is considered to be effective to decrease the force caused by the deformation of the protective 

io sheet In this case, decreasing the coefficient of f lexural stress k represented by the above formula to 0.035 or less aims 
at reducing the force caused by the f lexural deformation of the protective sheet. 

That is, since the painted surface of an automobile has many curved surface portions, stress caused by the f lexural 
elasticity occur in the protective sheet adhered to the painted surface. Further, at the circumference of entrapped air in 
adhering the protective sheet to the painted surface of an automobile, the protective sheet is extremely curved to cause 

is a local stress, and also the inside pressure in the bubbles is changed by the change of temperature to increase or 
decrease the f lexural load. The coefficient of f lexural stress described above is the condition for preventing the defor- 
mation of the paint film by decreasing the force caused in the protective sheet by such a flexural deformation. 

From the above formula, it is effective for the reduction of the coefficient of flexural stress k to decrease the Young's 
modulus. Also the deformation of the protective sheet by the environmental changes is greatly influenced by the tem- 

20 perature change. Even when the deformation of the protective sheet by the temperature change is generally small, the 
occurrence of the force in the range of the very small deformation is greatly influenced by the Young's modulus. There- 
fore, it can be said that the reduction of the Young's modulus is more effective, but the Young's modulus relates to an 
elongation and also relates to the adhering workability, the peeling workability, etc., of the protective sheet. In the 
present invention, from the points that curve surface portions are large and the protective sheet is for adhering to the 

25 soft paint film surfaces of automobiles, the Young's modulus is at least 75 N/mm 2 , and preferably from 100 to 2,000 
N/mm 2 , and more preferably from 300 to 1,800 N/mm 2 . 

It is effective for decreasing the coefficient of flexural stress k to decrease the thickness of the support, and in the 
protective support, the Young's modulus of the support is important. Therefore, it can be said that the thinner support 
is more advantageous from the point of decreasing the deformation stress based on the Young's modulus. However, the 

30 thickness of the support relates to the strength and the protecting function of the protective sheet and the handling prop- 
erties such as the adhering workability, the peeling workability, etc. From such points of the present invention, the thick- 
ness of the support is generally from 1 0 to 1 00 fim, preferably from 1 5 to 80 jum, and more preferably from 20 to 70 jim. 

Considering the Young's modulus and the thickness of the support described above, the coefficient of flexural 
stress in the sheet for protecting the paint films of automobiles is preferably from 0.001 to 0.035, and more preferably 

35 from 0.005 to 0.033 from the point of preventing the occurrence of the microdeformations by the deformation of the paint 
film. 

If required and necessary, a surface treating layer of a releasing agent may be formed on the surface of not forming 
the pressure-sensitive adhesive layer of the support. The treatment with the releasing agent has an advantage to facil- 
itate rewinding the protective sheet wound in a roll form. 

40 As the releasing agent any appropriate releasing agent may be used without any restriction. For example, there 
are silicone releasing agents comprising a polyorganosiloxane such as polydimethylsiloxane. A heat-curing type releas- 
ing agent such as an addition reaction type releasing agent, a condensation reaction type releasing agent, etc., and a 
silicone releasing agent such as a radiation curing type releasing agent as such an ultraviolet curing type releasing 
agent, an electron ray curing type releasing agent, etc., can also be preferably used. 

45 Further, a polymer of a higher alcohol ester of (meth)-acrylic acid, a copolymer of the same and other monomer, 

and a long-chain alkyl releasing agent comprising a reaction product of a hydroxy group-containing polymer such as 
polyvinyl alcohol or a cellulose and an isocyanate compound having a long-chain alkyl group, etc., can be used. In this 
case, the long chain alkyl releasing agent having a long-chain alkyl group of from 12 to 24 carbon atoms can be prefer- 
ably used. 

so If required and necessary, an appropriate surface treatment such as a treatment with an undercoat agent (primer) 

or an electrochemical treatment such as a corona treatment, a plasma treatment, a sputtering treatment, etc., for 
improving the adhesion with a pressure-sensitive adhesive layer may be applied to the surface of the support on which 
a pressure-sensitive adhesive layer is formed. 

The pressure-sensitive adhesive layer can be formed using a polyisobutylene, an isobutylene-isoprene copolymer 

55 (butyl rubber), or a mixture thereof. A polyisobutylene or an isobutylene-isoprene copolymer, having a weight average 
molecular weight of from 300,000 to 800,000, and preferably from 300,000 to 600,000 is preferably used from the points 
of preventing the occurrence of adhesive remaining by the insufficient cohesive force, preventing the deformation of a 
roll form in winding the protective sheet in a roll form, relaxing the stress formed by the deformation of the support, pre- 
venting the occurrence of microdeformations caused by the deformation of the paint film, and strengthening the adhe- 
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sive force. 

The protective sheet can be formed by a proper method such as a method of coating a solution of a pressure-sen- 
sitive adhesive component in a solvent or a molten liquid of a pressure-sensitive adhesive component on a support, a 
method of transferring and adhering a pressure-sensitive adhesive layer formed on a separator by the above method 
5 onto a support. 

The thickness of the pressure-sensitive adhesive layer is from 10 to 20 urn. and preferably from 14 to 20 jim, from 
the points of showing the desired adhesive force, preventing the occurrence of microdeformations caused by the defor- 
mation of the paint film, preventing the formation of adhesive remaining at the edge portion of the protective sheet, and 
preventing the occurrence of the deformation of the roll form of the protective sheet in winding the protective sheet in 
w the roll form. 

If required and necessary, the pressure-sensitive adhesive layer may be protected by temporarily adhering thereto 
a separator before practically using the protective sheet. 

In forming the pressure-sensitive adhesive layer, if necessary, the pressure-sensitive adhesive may be com- 
pounded with an ultraviolet stabilizer to improve the weather resistance. The ultraviolet stabilizer which can be used is 
is the same materials as those for the support. The compounding amount of the ultraviolet stabilizer in the pressure-sen- 
sitive adhesive layer is from 0.1 to 5% by weight and preferably from 0.1 to 3% by weight, based on the weight of the 
pressure-sensitive adhesive. 

The sheet for protecting paint films of automobiles of the present invention is used for adhering to incompletely 
cured paint films of automobiles comprising two pack ur ethane paint such as an acryl-urethane paint. 

20 The incompletely cured state of the paint film is an incompletely aging-treated state omitting a part of the aging 
treatment time after heat-curing treatment, such as the paint film for the external plates of an automobile body having 
a Knoop hardness of from 5 to 1 3, the paint film for automobile bumpers having a Knoop hardness of from 2 to 8, or the 
paint film for automobile parts, in an incompletely cured state of from 40 to 80% of the completely cured state deter- 
mined based on, for example, a hardness of the paint film. 

25 Accordingly, the sheet for protecting paint films of automobiles is used for the method of utilizing the transporting 

time to overseas, etc.. for the aging treatment, and is applied by adhering to the paint films of automobiles, the aging 
treatment time of which is incomplete. In addition, the aged state in the paint films of automobiles, to which the protec- 
tive sheet is adhered, is appropriately determined according to the hardness-generating characteristics by the kind of 
the paint film and, in general, is the incompletely cured state of from 40 to 80% of the completely cured state of the paint 

30 film determined based on the hardness of the paint film by the Knoop hardness, etc., as described above. 

The present invention is described in more detail by reference to the following examples, but the invention is not 
limited to those examples. Unless otherwise indicated, all parts are by weight. 

Example 1 

35 

A pressure-sensitive adhesive solution composed of 100 parts of a polyisobutylene having a polystyrene-converted 
weight average molecular weight (hereinafter the same) of 650,000 by gel permeation chromatography, 20 parts of a 
polyisobutylene having the weight average molecular weight of 90,000, and 750 parts of toluene was coated on a 30 
\im thick polypropylene film containing titanium oxide and dried at 80°C for 3 minutes to obtain a protective sheet having 
40 a I5fim thick pressure-sensitive adhesive layer. 

The polypropylene film used was formed by an extrusion molding method by a T die of a compounded mixture of 
92.7 parts of block polypropylene having a melt flow rate (MFR) of 4 g/second, 7 parts of titanium oxide, and 0.3 part of 
2-(3-t-butyl-5-methyl-2-hydroxyphenyl)-5-chlorobenzotriazole. 

Further, the gel permeation chromatography was carried out using 4 columns of TSK gel G2000H HR, G3000H 
45 HR, G4000H HR, and GMH-H HR (trade names, all manufactured by TOSOH CORPORATION) connected in series, 
using tetrahydrofuran as the eluent, and under the conditions of a flow rate of 1 ml/minute, a temperature of 40°C, a 
sample concentration of a 0.1% by weight of a tetrahydrofuran solution, and a sample injecting amount of 500 pi. A dif- 
ferential refractometer was used as the detector (hereinafter the same). Also, MFR was measured by the method A 
according to JIS K 7210 under the conditions of a temperature of 230°C and a load of 21.18N (hereinafter the same). 

50 

Example 2 

A pressure-sensitive adhesive solution composed of 100 parts of a polyisobutylene having the weight average 
molecular weight of 800.000, 35 parts of polyisobutylene having the weight average molecular weight of 90.000. and 
55 800 parts of toluene was coated on a 35 urn thick polypropylene film containing titanium oxide and dried at 80°C for 3 
minutes to obtain a protective sheet having a 18 urn thick pressure-sensitive adhesive layer. 

The polypropylene film was formed by an extrusion molding method by a T die of a compounded mixture of 54 parts 
of homopolypropylene having MFR of 10 g/second, 37.7 parts of random polypropylene having MFR of 5 g/second, 8 
parts of titanium oxide, and 0.3 part of 2-(3-t-butyl-5-methyl-2-hydroxyphenyl)-5-chlorobenzotriazole. 
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Example 3 

A pressure-sensitive adhesive solution composed of 100 parts of polyisobutylene having the weight average 
molecular weight of 400,000 and 700 parts of toluene was coated on a 25 urn thick polypropylene film containing tita- 
5 nium oxide and dried at 80°C for 3 minutes to obtain a protective sheet having a 12 \im thick pressure-sensitive adhe- 
sive layer. The polypropylene film was formed by the same manner as in Example 1 except that the thickness was 
changed. 

Comparative Example 1 

10 

A protective sheet was obtained in the same manner as in Example 1 except that the thickness of the polypropylene 
film was changed to 50 jim. 

Comparative Ex a m p l e 2 

75 

A protective sheet was obtained in the same manner as Example 2 except that the thickness of the polypropylene 
film was changed to 40 \itn. 

Evaluation Test 

20 

Reference Example 

An electrodeposition primer and an intermediate paint were painted on a 0.8 mm thick steel plate, and an acry- 
lurethane two pack type paint for a body external plate (RETAN PG 80, tradename, manufactured by Kansai Paint Co., 

25 Ltd.) or for a bumper (SOFLEX 200, tradename, manufactured by Kansai Paint Co., Ltd.) was coated thereon. The paint 
was cured and aging treated under the conditions shown in Table 1 below to form each painted plate. The painted plate 
was allowed to stand in a constant temperature chamber of 23°C for 4 hours, and a Knoop hardness of the painted plate 
was measured using a hardness tester Model DMH-2 (manufactured by Matsuzawa SeiW K.K.) under the conditions of 
a load of 25 g and a load retention time of 20 seconds. A larger value of the Knoop hardness shows the hardness being 

30 harder. 

The results obtained are shown in Table 1 below. 



Table 1 



Painted Plate No. 


Kind of Paint 


Curing Condition 


Aging Condition of Paint 
Film 


Knoop Hardness 


A 


For Body External Plate 


30 min. at 130°C 


Within 2 hours 


15 


B 


For Body External Plate 


30 min. at 80°C 


72 hours 


10 


C 


For Bumper 


30 min. at 80°C 


10 days 


6 


D 


For Bumper 


30 min. at 80°C 


3 days 


3 



45 

The following tests were then carried out on each of the protective sheets obtained in the examples and the com- 
parative examples. 

Young's modulus and coefficient of f lexural stress: 

50 

Each protective sheet having a width of 25 mm was pulled by a tension test machine under the conditions of a ten- 
sile speed of 300 mm/minute and a zipper interval of 100 mm in the atmosphere of 23°C, 65% RH, and from the tangent 
at the initial stage of increasing stress on the S-S curve, the Young's modulus (tensile elastic modulus) was determined. 
The coefficient of f lexural stress was calculated from the Young's modulus and the thickness of the film. 

55 

Tracing property and adhesive remaining property: 

Each protective sheet was adhered to the painted plate in a definite aged state obtained in Reference Example 
while taking in air and wrinkles under the atmosphere of 23°C, 65% RH. After heat-treating the assembly at 70°C for 
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170 hours, it was allowed to stand at room temperature tor 24 hours. The protective sheet was peeled and removed 
from the painted plate, and the presence and absence of traces and adhesive remaining were determined. 

Regarding the rnicrodeformation property, a difference in level formed at the take-in portion of air and wrinkles, etc., 
of the surface of the coated film on the painted plate was measured and evaluated by the following standard. 

5 

5: The case of not visually observing the gap. 
4: The case that the gap is lower than 0.1 \im. 
3: The case that the gap is from 0.1 \im to 0.5 fim. 
2: The case that the gap is from 0.5 \im to 1 .0 fim. 
io 1 : The case that the gap is over 1 .0 urn. 
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55 



While the invention has been described in detail and with reference to specific embodiments thereof, it will be 
apparent to one skilled in the art that various changes and modifications can be made therein without departing from 
the spirit and scope thereof. 
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A sheet for protecting paint f ilms of automobiles for adhering to incompletely cured paint films of automobiles com- 
prising a two pack urethane paint, said sheet comprising a support and a pressure-sensitive adhesive layer formed 
thereon, wherein the sheet has a Young's modulus of at least 75 N/mm 2 and a coefficient of f lexural stress k rep- 
resented by formula k = Eh 2 wherein h is a thickness (mm) of the support, of 0.035 or less. 

The sheet for protecting paint films of automobiles as claimed in claim 1 , wherein the paint films of automobiles are 
selected from the group consisting of paint films for body external plates having a Knoop hardness of from 5 to 13, 
paint films for bumpers having a Knoop hardness of from 2 to 8, and paint films in an incompletely cured state of 
from 40 to 80% of the completely cured state based on the hardness. 

The sheet for protecting paint films of automobiles as claimed in claim 1 , wherein the support comprises an olef inic 
polymer compounded with an inorganic filler. 

The sheet for protecting paint films of automobiles as claimed in claim 1, wherein the pressure-sensitive adhesive 
layer is a layer having a thickness of from 10 to 20 \xm comprising a polyisobutylene having a weight average 
molecular weight of from 300,000 to 800,000, an isobutylene-isoprene copolymer, or a mixture thereof. 

The sheet for protecting paint f ilms of automobiles as claimed in claim 1, wherein the sheet has the Young's mod- 
ulus of 100 to 2,000 N/mm 2 . 

The sheet for protecting paint films of automobiles as claimed in claim 1, wherein the sheet has the coefficient of 
flexural stress of 0.005 to 0.033. 
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(54) Sheet for protecting paint films of automobiles 

(57) A sheet for protecting paint films of automo- 
biles for adhering to the incompletely cured paint films 
of automobiles comprising two pack urethane paint, the 
sheet comprising a support and a pressure-sensitive 
adhesive layer formed thereon, wherein the sheet has a 
Young's modulus E of at least 75 N/mm 2 and a coeffi- 
cient of flexural stress k represented by the formula 
k = Eh 3 wherein h is a thickness of the support, of 
0.035 or less. Tha-yi tffive^jjgk^n urofoj 
tect the paint films and! eafeily bejMTed aridteri 
therefrom without causing environmental problems and 
adhesive remaining of the pressure-sensitive adhesive 
layer. Even when the sheet is adhered to incompletely 
cured paint films of automobiles and they are allowed to 
stand for a long period of time under an outside high 
temperature in summer, the sheet does not cause the 
deformation of the paint film and the microdeformations 
by the deformation of the paint film at the edge portion 
of the pressure-sensitive adhesive layer. The protective 
sheet can be reserved in a roll state without causing the 
change of form by, for example, a telescope phenome- 
non. 
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